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(54) HYDROPHILIC POROUS MEMBRANE OF POLYVINYLIDENE FLUORIDE AND 
PRODUCTION THEREOF 

(57)Abstract: 

PURPOSE: To obtain the titled porous membrane having excellent y-ray resistance, chemical 
resistance, water-permeability, mechanical strength, etc., and suitable as a filter for 
chemicals, a membrane for artificial organ such as artificial kidney, etc., by the hydrophilic 
treatment of polyvinylidene fluoride. 

CONSTITUTION: (A) A polyvinylidene fluoride Is dissolved In a solvent and formed into a 
porous membrane having a thickness of preferably 50W300Mm e.g. by wet process. An 
aqueous solvent Is Impregnated into the pores and the membrane is immersed in a strongly 
alkaline solution (e.g. sodium methoxide) containing an oxidizing agent (e.g. potassium 
permanganate). The treated membrane is immersed in (B) an aqueous solution of a 
compound having hydrophilic group (e.g. hydroxyethylcellulose) having a concentration of 
preferably 0.05W2.0WA/%, washed with water and dried to obtain the objective porous 
membrane. 
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CISiKW 9 ] .1^ 'J 7 -y ft tfr: «; r > J; 0 ^ 5 ^fLSH* 

fl^R^OlEHS 9 ^fc tei2©i^7M iK 7 -y ft If- r 
«7j<g^l::^ h y •>A«»g/gLT'5:S7}ci§fS-p$5^^W 

«©ii5asi 9 «lcgB«<o]S^k^^# u 7 fk tr- y r 

tmamiif^ u 7 -y ftif- T>^fLfl®oi!!i&r 
tscfci&gwi-rs. 3( 

t5^14A^<S<, Sifi^S^KiJV^r, yJSMB^'i^gi 

T, 7-y^^>1iyr-T-*5d<y7.yfti;-i;7?y^ q 
7-yfbx^b>^;&^*ti:1-5i»^fatt. yiSfflttfcg 

c J; 3 ^«?7|<tt^?LS/i©Ji7j<fbJ!il:?^i* i: L 

5. 



1#l^¥6-2 7 2 1 5 

<omviX'&i, y 7 7 fbtfr: y ^ TfcSKb* y 

'i'A, 7kS!fbthy'>A<o^7;l/7!;yjgfK4)T'fflj77^ 

isu, ^^^rtfczi^^^itLTSCjsefb^i^Lii 

•7- -ff^x^x, 4?yT- -IrSXhy- Xx^-> 
3^ [J.Polyii.Sci..PolyD.Chen.Ed.J21.3443~3451 (1 

983) ) . ccomit^i^L^^itLrc-mm-^^^^ts 
10 jf?y 77{be-y T^ymmmtzctx-mTkitti 

(1984) ) . cnumx'it. £^(DgffbJ^«{c<J: 
^7/1/A y SfSr|»T/itt7 7^gf Lfcm. KlkiaSfCJ; D 

i)\ #?LHS®iffl?Lgs^^^(ci^j<fbr^s#T'a, 

20 oHfefkti^^/cFcgs^o^cstoT'^oft. ens 
r^JLSMj 

/•cra^^*<^2 igT'Oi!{b«iaT'jaa?nfc < < 

< f 5 1 ^?LS/itt^^fe(i:J^-fc:^7kfb?n/c fecD 
0 m^t^ctiS-X'^^tK n-x-Oif^^/i^Sg 

a5©S7tc1i4?yv-;&n-rw>^-r5;^St.»l5nT 

v^^i^ y 7 7fbtf- y Tya^m^'&.m^rc.mc. 
m7Hmv 7y^t\£:^VTy0J^mm^cti)^x^ 

6£ o T*s?g«. mmm^^ y 7 7 it if ^ y r >^ 

Sa^tto;i5i,>^7j<ttt* y 7 7 (bif^ y r >'^n,aii;&^ 
ictnx'^^mmmmm^ c t^rawt-rs, 

m y 7 7 fk f :i y r >^7Lai*ff § c 
ga*offliiifc jK7j<i4--K y 7 7 fb t:^ y Ty^mm 
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±1211 gfl^fi f /£. 4< 'J 7 7 fk r > J: 0 j5:-5 

x&^mitf^ y 7 -/fkif^ y T:^^?La^coiBg;^ffi 

j§iEA^ ffljiisss 0 %mw^<px'f&mm 1 %jea:o 
S*»*t-rsfl:^i»©gffi-?s«ii7ki45K y 7 «y fki? 

'JrV^a^tt, S**T$5;!Ky7'yfkeayr>^ 

"f-Bcmmmkttxx^B^ttirzmmKmm 

7yit\£-VT>(D^t^Stircm^9^xt. My 3( 
^ft. i»lp^i4©«nfeis*tt#y7'y<ke:;y7*v^ 

*^w©S7f<tt# y 7 7 ft \£- y Tytr-^nm<ow^-&-f5 

^fflats e tfc J; d ,K y 7 7(1: t"^ y t>5^?±(c® 
'^MimKLxm^kMnLm^^mmis.ti, co<fc 

M y ©f^fflfc J:5JBJ7 7 ,^SJSf6fc J: 0 y 7 7ft: tf 

e>ti^ *Ml®iJ<y77ft:i^-yr>'^?LaKi:il:'^T 

3 <c®{fc:SiJ*#t?^7;bA y S^ffTfk^ifia-r s c i: 
Jci t)i}?y 77{i:if ^ y r>i>?±{cffii4s«-#ALr 
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sl^yv- -J^Vv^Ts :Lr^i/ay 12.1285(198 
1) [J. PoIyB.Scl.,Polyii.Phys.Ed.l9, 1285(1981)] fej; 

77'5')'H -l^yv- -^--rxv 
22 4335-4340(1984) [J.Appl.Polyn.Sci.za 4335- 
4340(1984)] (CE«?nT(,^-5i 3 ICffiltSA^J^^i^^ 

^^^©iiTkttJ)^ y 7 7ft:if ^ y r >^?LHJicDg|jt7? 
Sfcfet^Ttt, ±i3<o<rtti8iSi%4iatLT> ssfbsij^ 

^mJM y SiStfTfk^jaat 5 c t fc J: 4? y 7 
7fttrxyri/^^?J:fcfi8<tS;&«ALTiS*{fc««:if|B 

S<CK«?-<i-^J!ia5:ifitt©-e$«o jKy77ftt:x 

y X >^?iji«i(Dii?L«stt, sfts«siA-r « c 1 1 

^')Bi&-t[tirzm^i\:m^^ixh^^rcmc. 7k!m<o 

y^i^-e^^^^mM^^t^it-msmibxmtcwiM 
-itixmjimici^-fimmmzo c<o^^icL 
xmn^mm(Dm^^- y 7 7fkex y x>'^jLg 

Stta%^ALr«fig?-a-5S*fbig{i. 'P^<tm 

yi<m^^t:s>{t^mm^mm-Dmm^^ lx 
li^tidj: < , c <DmiitM(Dm3j'^m < -r « c t ^ sigi 

tiSt:>}. mSLrcJ:-5k:4?y77fbexyr>cDgtift 

^xmtitcm^T^tmmumtrj:^ ^(oxh 

So 

^m<omitf^ y 7 7fkifx y ry^mmmm 

7 7 it \£~'JTytLXii7 7 ft t: - y T 4? y T 
-®(ti!K. 77fl:exyx>;gr±(4:i:LfcEg77(kx5^ 

7^'y/vi?^<^;K p^^r^^y^i/gi^f-zp, :/Dfe: 

C <D J: 3 ^rsK y 7 7 ft fx y T'yj: r,rsi ^JLHIili. 

i-^m. mti^m^^timmicmixis 
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mmtrjiL. mmm&nimxmmm. c<r>ii 

50~300/im, iff t<ai 0 0-2 0 0/1 tn, 
.mmo. 1-1. O/xm. »SL<ttO. 2-0. 

7 -y ft U r >^7LK^OSffi±{Cfct,^T. ^7;l/;* 
y ©f^fflfc J; 5 1847 -y ^^^n^^rtJc^fig L/-cZ«;g 

^a. m^icmmicii^xmit-^mmmxti 

«:if©t h y 'i'ATyl'n+S/ K$5i,>tt A y '^Ayi 

it:h y Afe<fc Cf*i[^t:^ h y A;&ig« L/c*igffiT' 
fe^CtA^gtnS, $/c:i:©J:?47;l'*y?gjg<Dji 
ettlO~4 0fll%. J:5»SL<tt2 5~3 5ll 
%mtttl^. 50 
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>Wti&m. Sti,fftLHm-ryi]yikiiV't/LX'& 

mmmici: ^xtmttm. 2-1011%, it) 

t < tt 4 - 8 fll%S^T'$-5<, 

7;i/*yjgiS+T'©iss^Hf: trtt, Sft«ijtij:tf7 

if iM-r 5 C t •Z?t5^*i^J<fbfl*^JgJ5g?tl, * fzi^i y 7 

<y fbe:^ y Ty^iimommTt^ c t t*i,>. 
sfcjaaig^oiaett 2 0- 1 0 o"c, <t s l < a 

20 ^m(0^^yjm^^i3\,^x^i. cco^^icmitm^K 

i^9tti*>. i.mtmm<ommLx\^mmw.^ 

^rj-mf^yaym. 0. oi-iow/v%, J:?} 
L < 1 w/v%OffieSiS7l<^:^ h y ^> AOSSiliItt 

^m<omm^\c^^-x. ix&mimicwit^^ 
L' < tt, mus. 5 0 %©#fflMf}5-eiKii$ 1 %ix±T' 

tfny 4Jyxf^u>^i;3-;bfej;tfA;U4?4^i' 
y 7 >y ft e X y fyf^^'sm^wm 
1 1 r 3 7--/ >s /iaigttn 7-y yaffil >5 c t tc 

S^SfSft^it^ltLrii. 69Jx.(fSail-i':j->^oi}g 

y-byx m ;j-y3«}. 75yg?;5:ifoft^i4(A<ffl 

T, 0. 0 5-2. 0w/v%, J:»?»$L<{i0. 1- 
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0. 5v/v%mA<Dmmc't§mtxis:immc. o. 2 
7'ik. mma. mm. ^j^{f6o~i 1 o-ct- 

U±<Di: o fc Lxmt\i>m.^if^') 7 -At\i- ') r y 

^nm I tt. ^ 1 micmmc^^^ti^ j; ? fci? 7 

7 it f - 'J Ty^UVmii t) rs^m 2 (D#?Ltto«ffi 
?sjc^wtJi3'\M7j<s«'t-r5<t^A<® 

lS7^<^^4?•J7•y<^:e^';xy^7L«il^cfc^^r, sis 

r-ss, Sft, *^B^jc«it)5ji7]<ft.i<';77fbif^y 
ry^Jinm l a, SltS^rllAtS c t (c j: Bi&'i 

nrMita 3 'v^Tks?: wr 5 ft^i^i*<!at l t ^: « 
iiA-r 5 c t jc J: 0 jgfiicjti/ciSTkfki 3 <o*^wr 5 

iiSOSffi, 0iJA»f3Ow/v%7F'i7tl}gS-??t5, is 

7j<tt'i^ 7 7 ft tr^ V ry^nm 1 ©mrtJcfiA'T 

*iS!W»cjSI?5]S7Ktt#';77{l:e^'Jr>^?LMIS - 

% mmmmK. m(D^mis\.^xm'^ti^ 
Aiiig|fflfi^if*^*§. 

:*fc*S^©S7j<ttJJf J 7 7fbk'- y T y^lLHIioS 
f*:Wf'fffl^l&ffi7 7'^':^;l/7^' yb^-oH^Sfiflfe: 5 
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y-rV^TLM^ 1 5r^ili^/c7 7'^'t;^7^';^^-7A' 

a -7" 6 •) 7 r ')'-f;l/7 -f ^l/^J - 7 'VfcfST 
cc-eft?S4'{crgAL/cSS. JfflS. mti^^ 
ii. 7 r -f :f ;U7 /l/^i - 7 ©^144? U 7 7 fb t*^ U 
Ty|J?LS;i 1 fcMSeSti, iE^{fcfn/c:^fg©»*<7 
7l't/t'7 -f 7 *a3iL$i}Sf^a-76 ^1 
Afi-8*»c.S#9©IHJlS*'\iM!JiiSn5, taft>T$Sffi 

jH'J 77f(:krxUry|;j5K (=a?4fk (^) £!. Kynar 
K301) ismm^^. 7-thy7 3. 8a«gi5feJ;a'i^ 
K8. 2afigp{C®/StT*5}g» 
4^Ui9^U>rb7;5'b-h7-<';VA±{C+-»'7.h 
Lfdi. 1,1.1- h y ^nD-2,2,2-h y 7;l/;^nx;5f 

20 mSO. 4 5;imO«*tt;J?y77fklf-yr>'^?L 
?L«)S*. 7 0%x^y-;i/7|<igfgiKg«Lm ^iS 

yk'picmt^ctX'ymwiL. mgi5tc7j<^^a?-a- 

fc. :^fcc:o^?LMiK^5aia<D5av>;«fyK*y^; 
Air 2 sai^CTkKfk^y'^A^Tke 7Slgp(c?gft? 
bT*5}§aj4'(c 8 o°cicx 5i^mmmLxit^!m^ 

Ch-SSfkv TKfeJctf lw/v%Sfig^J<^th 
ft'^BlDffitT. 3 0#S7j<i5EU ;i— 7"^ (6 QIC, 

2i^ffl) {cTi£ji?^T^tt.-py77{fctrxyry^ 

c(Di3fc LTl#sti/-ca7ktt*y 77ft:if-y tv^ 

?Lfl^<Dji7j<tt?-6i^«fc*Jc. c©^fLS)i±t,^@ 
7kfeJ;Cf3 0w/v%7F'>ISg?$«:rgTLfco co^m 

^cm\c^KLx^t-\-mwmH-i^tnx\^^^c 
-'i'lc-iimmLxmmmTkiimitmmLrc 
cf3 oii/v%7]-''ymm\'-tnmmiimcm 

s fc. ff nfc ji7j<tt.-K y 7 7 fk ifx y r v^tlhr 
a, ^KA^SfeT?^*). fki*Mi}ojS7/<i4'Ky77fk 
0 M-^Jry^WSk i.mwm i:iai«!-e«ofe. ?6 
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(a» cm m, nc scanner cs-93 

7 0~7 0 0 nm<0pimm^lcmiRSi7,^if hJU^ 

4? 7 <y ft If X >^?Lfflio i><Dt^< m<07.-< 
mm 2 

0 . 5 w/v%4< y tr:i;l/ 1! a ij K yyiiigmcRX X 0 . 
5w/v%t Ka+i/7'Dtf;l/-b;bD-;^ (H*Wa 

(mm. H p c - L) 7kmm^'UAmMmm i lo 
mm 3 

0. 5w/v%#'Jtr:i;l'krDiJ Hy7j<^^fcf^x.TJHiJ 

0 0 0) 7ki§^5:fflo^5J^^^^i||ffl0y i tisiafc Lxm 
m^-oyyiti^-VT'y^Kmmmrz. m^titcm 20 
7j<tt4fj 77{bk-^'j 7'y^mm<Dm7i<.^^mmi 1 

1 

mm immicL r «7j<it;j^ vyyit\£- u ^ry^n 

rV^fLSIgWco C©^?LSIi(Di^)<it*||J!!ifi(!li 

mmc bxm^rc tc6. mic^t^ 3 icms7ii 30 

a^7L«^©*i?LgP«cSB#fc:MALTl>orctf. 3 Ow/ 
y%r K'i7a7j<^ffia 2 O^artfcmSPfcftA-ST. 

mm 1 i iRi«fc b rauktt'i^ y 7 -y ft en y x 

mt^<it^<.. nmm\~3mmcmi^^^ti 
(t^mx'mixmTkm^^tiit^mMi^^ 40 

1 m^TT^ti. o ^fLHii(cm7kit%f^4-r 5 eta 

MP 5 

rjJB6©-b;UD-X7-feT-h^fLSIS (5y4?7m 
HAIP 14200 n7hS^N2J50023A. ¥1£;?LS0. 4 5 

/jtn) fcwu mm\h wimtLxw\<.m:m^tc 

tm. ^1 gfC^xf J: -p {c 3 0 w/v% 7 H •J/SrSiStt 
3 0 S>«rtC|fflfLa5{c@A t /c, 
JttJ0!l6 50 
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iUBg<D^7j<tt.-K >) 7 -y ft b*r y ry^^m (i')^^7 
ttia. IPKG GVWP 29325 D-y hS^C6E04877) ©3 7 
0-7 0 0 nIn<Oor)@^^g?^Cfe»t5g|^X'^^' 

1 1 mmicm^ lz-c i c 5. ^ 3 0^c/T^■r j: 3 las. 
0. 5w/v%.i(y i;x;i/tf D y h-yymmcK^x 1 »/v 

%if^^)t^yj.=f-Vy >Ky;l-+->7atfLx>ftl#^* 

^m^mmm 1 1 isitic t^tkiS'-j^ y 7 «y ft e y f 
>^?LS^^l9fco lie.nfcS7j<tt.i? y 7 >y fke:^ y x 

5^ ^iSfcfxfcfcdf;:. USS^iotofcisi^jcfij? 

0. 5w/v%.i;y ti::i7n;n y YyimmcKTixz^h 

Ti^i44cy77fi:tr:iy7»y|f?Laiii«»fco 

fciS7j<it,i-: y 7 -y ft If :^ y "ry^Knmmitmm 

j^ftfeisnfti^^fc. 



0. 5w/v%iKy lf-;HfD y K>7j<ig»fCf^^tT 5w/v 
%:^Kf ll7j<@fg^fflv>5«^{il|«lM 1 tra^tc Cx 
M7j<144?y7-yfteny5*>^?LSM;&{|fco ^Sn/J: 

^j<tt3Ky y"Mt\i-V7'y^iLnm<ommnm 
fttasn«:A^ofe. 

0. 5w/v%:!Ky if-;i/trp y Fyzk^ffl^fcf^^T 1 »/v 

^fii'aSTkfSffi^fflir^^w^ttii^ 1 tmtc Lxm 
7ktt4? y 7 >y (ten y r >^?LK^5:ff ^c. 'mnm 

tKIS* y 7 -y ftt- y r >^?LSl©i^14*||56f J i 

0. 5w/v%4? y exyPtrn y K^Tlc^SJCf^^T 1 »/v 
%7X/^7:¥^>®7j</gj$;&ffl(,^5«jrm^j5gg^j 1 tlBl^ 

LT^fiTt? y 7 <y ftii- y Ty^ummrco m 

^ n/c:i^i4.-K y 7 -y ft If- y rV^TLajgOSzktt* 

ssilP 1 tmm\c ixm^n: tc^.tsi m^^ti: o 

0. 5w/v%4<y er:/n;D y K:^7l<}g«!tCftx.T 1 w/v 
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CLAIM + DETAILED DESCRIPTION 
[Claim(s)] ~~ ' 

[Claim 1] The manufacture method of the hydrophilic polyvinylidene fluoride porous 
membrane which carries out a chemical treatment in the strong alkali solution containing 
an oxidizing agent, and is characterized by immersing this porous membrane further into 
the compound solution which has a hydrophilic group after creating the porous 
membrane which consists of polyvinylidene fluoride and infiltrating a basin system 
solvent into the pore part of this porous membrane. 

[Claim 2] The manufacture method of a hydrophilic polyvinylidene fluoride porous 
membrane given in the 1st clause of the range of the application for patent whose 
oxidizing agent is potassium permanganate. 

[Claim 3] The manufacture method of a hydrophilic polyvinylidene fluoride porous 
membrane given in the 1st clause of the range of the application for patent which is the 
aqueous solution in which a strong alkali solution dissolves potassium hydroxide or 
sodium hydroxide. 

[Claim 4] The manufacture method of a hydrophilic polyvinylidene fluoride porous 
membrane given in the 1st clause of the range of the application for patent whose 
compound solution which has a hydrophilic group is a solution of the compound which 
has the hydrophilic group of 1 % or more of moisture absorption in the atmosphere of 
50% of relative humidity. 

[Claim 5] The compound which it has a hydrophilic group Hydroxyethyl cellulose, 
hydroxypropylcellulose, A hydrophilic polyvinylidene fluoride porous membrane given 
in either the 1st clause of the range of the application for patent chosen from the group 
which consists of polyvinyl pyrrolidone, polyethylene glycol, and 
carboxymethylcellulose - the 4th clause. 

[Claim 6] A hydrophihc polyvinylidene fluoride porous membrane given in either the 1st 
clause of the range of the application for patent whose compound which has a hydrophilic 
group is collagen or denaturation collagen - the 4th clause. 

[Claim 7] A hydrophilic polyvinylidene fluoride porous membrane given in either the 1st 
clause of the range of the application for patent whose compound which has a hydrophilic 
group is a compound which has surface activity - the 4th clause. 
[Claim 8] A hydrophilic polyvinylidene fluoride porous membrane given in either [ as 
which the compound which has a hydrophilic group is chosen from the group which 



consists of glycerol, a monosaccharide, an oligosaccharide, an amino acid, and 
oligopeptide ] the 1st clause of the range of an application for patent - the 4th clause. 
[Claim 9] The manufacture method of the hydrophilic polyvinyl idene fluoride porous 
membrane which carries out a chemical treatment in the strong alkali solution containing 
an oxidizing agent, and is characterized by immersing this porous membrane further into 
the compound solution which has a hydrophilic group after creating the porous 
membrane which consists of polyvinylidene fluoride and infiltrating a basin system 
solvent into the pore part of this porous membrane. 

[Claim 10] The manufacture method of a hydrophilic polyvinylidene fluoride porous 
membrane given in the 9th clause of the range of the application for patent whose 
oxidizing agent is potassium permanganate. 

[Claim 1 1] The manufacture method of a hydrophilic polyvinylidene fluoride porous 
membrane given in the 9th clause of the range of the application for patent which is the 
aqueous solution in which a strong alkali solution dissolves potassium hydroxide or 
sodium hydroxide. 

[Claim 12] The manufacture method of a hydrophilic polyvinylidene fluoride porous 
membrane given in the 9th clause of the range of the application for patent whose 
compound solution which has a hydrophilic group is a solution of the compound which 
has the hydrophilic group of 1% or more of moisture absorption in the atmosphere of 
50% of relative humidity. 



[Detailed Description of the Invention] 
(Field of the Invention) 

This invention relates to the manufacture method of a hydrophilic polyvinylidene fluoride 
porous membrane. If it states m detail, hydrophilization of this invention will be carried 
out completely uniformly, and it will aim at offering the manufacture method of the 
hydrophilic high polyvinylidene fluoride porous membrane of gamma ray-proof nature 
and chemical resistance. 
(PRIOR ART) 

The porous membrane of the cellulosic which has high water permeability conventionally 
as a hydrophilic porous membrane used for various kinds of ♦* faults, a dialysis, etc., 
especially cellulose acetate was common. However, when the resistance over a gamma 
ray needed [ in / it is low and / a medical field ] gamma ray sterilization, such a cellulosic 
could not be used and was inferior in respect of the resistance over medicine, such as an 
acid, an alkali, and an organic solvent, and the operating condition was what is limited 
sharply. 

Although the porous membrane excellent in chemical resistance made from the 
polyvinylidene fluoride which is fluorine system polymer, tetrafluoroethylene, etc. as 
what is replaced with the porous membrane of these cellulosics, and gamma ray 
resistance was developed Since it is a hydrophobic porous membrane, in order to use it as 
a demarcation membrane in the solution of a basin system, "hydrophilization" of these 
needed to be carried out. 

As the hydrophilization treatment method of such a hydrophobic porous membrane, the 
method of coating the pore surface with the chemical modification method and surface 
active agent on the surface of a pore of a porous membrane is known conventionally. 



However, the present condition is that the practical chemical treatment method is not 
established about the former method since it is special form, such as that the chemical 
resistance of polyvinylidene fluoride is high, and a porous membrane. The defluorination 
acid of the polyvinylidene fluoride is carried out in the strong alkali solution of potassium 
hydroxide and sodium hydroxide. To intramolecular a double bond mainly It produces 
and bronzing or black-izing are known (a journal OBU polymer science, polymer 
chemistry edition [J. Polym.Sci. and PoIym.Chem.Ed.] 21, 3443-3451 (1983)). Although 
carrying out hydrophilization of the polyvinylidene fluoride including this bronzing or 
black-ized double bond by carrying out vitriblization is also considered (the collection of 
Japanese Society of Polymer Science, Japan drafts the 33rd volume, No. 3 (1 984)). By 
this method, it had the fatal fault that only the porous membrane which hardness fell 
remarkably by the oxidative degradation of the principal chain, and was colored brown 
was obtained. Moreover, [ after canrying out a defluorination acid in a strong alkali 
solution, how to introduce a polar group into a double bond by oxidation treatment is also 
considered, but ] By this method, the process was what the problem of bronzing of the 
film by a strong remarkable fall and the double bond which remains fiirther produces on 
the conditions which carry out hydrophilization of the pore surface of about [ that become 
two processes and operation becomes complicated ] and a porous membrane completely. 
Since a processed material has the special form of a "porous membrane", these problems 
are generated. Namely, the double bond generated inside when the chemical treatment 
was strengthened and having been processed even inside the base material becomes is 
hard to be processed by oxidation treatment in the 2nd process. It is because things 
become impossible when that to which hydrophilization of the porous membrane was 
carried out uniformly completely will not become if a film bronzes, physical properties 
also fall and a chemical treatment is weakened on the other hand, but the purpose is 
attained. 

Moreover, although simple treatment could give hydrophilic nature about the latter 
method, there was a problem that the coated surface active agent was eluted, and it was 
not desirable from the field of "safety" on the occasion of the use especially in food and a 
medical field. 

Although how to coat glycerol with high safety or a part of hydrophilic polymer to a 
human body fiirthermore is also known Since the hydrophobicity of polyvinylidene 
fluoride was high, a porous membrane could not be coated uniformly and a hydrophilic 
polyvinylidene fluoride porous membrane was not able to be obtained. 
(Problem which invention tends to solve) 

Therefore, this invention aims at offering the manufacture method of a new hydrophilic 
polyvinylidene fluoride porous membrane. Hydrophilization of this invention is carried 
out completely uniformly, and it aims at offering the manufacture method that the 
hydrophilic high polyvinylidene fluoride porous membrane of gamma ray-proof nature 
and chemical resistance can be obtained again. This invention aims at offering the 
manufacture method that it excels still in appearance and the hydrophilic high 
polyvinylidene fluoride porous membrane of a brand image can be obtained. This 
invention aims at offering the method of manufacturing a hydrophilic polyvinylidene 
fluoride porous membrane still more easily and quickly. 
(Means for solving a problem) 

Many above-mentioned purposes create the porous membrane which consists of 



polyyinylidene fluoride again. After infiltrating a basin system solvent into the pore part 
of this porous membrane, it is attained by the manufacture method of the hydrophih'c 
polyvinyl idene fluoride porous membrane which carries out a chemical treatment in the 
strong alkali solution containing an oxidizing agent, and is characterized by immersing 
this porous membrane further into the solution of the compound which has a hydrophilic 
group. 

This invention shows the manufacture method of a hydrophilic polyvinylidene fluoride 
porous membrane that an oxidizing agent is potassium permanganate again. This 
invention shows further the manufacture method of the hydrophilic polyvinylidene 
fluoride porous membrane which is an aqueous solution that a strong alkali solution 
dissolves potassium hydroxide or sodium hydroxide. This invention shows the 
manufacture method of a hydrophilic polyvinylidene fluoride porous membrane which is 
the solution of a compound that the compound solution which has a hydrophilic group 
again has the hydrophilic group of 1% or more of moisture absorption in the atmosphere 
of 50% of relative humidity. 

"Porous membrane [ hydrophilic ]" Jn addition, into this Description, waterdrop sinks 
into the inside of a porous membrane by prudence, and the becoming term is used as 
what means the porous membrane which can also wet the surface by the side of opposite, 
and by which hydrophilization was carried out highly, when waterdrop is dropped on a 
porous membrane. 
(OPERATION) 

[ the hydrophilic polyvinylidene fluoride porous membrane obtained by the manufacture 
method of this invention ] Since the compound which has a hydrophilic group is made to 
stick to the hydrophilization layer which the polar group was introduced and was formed 
on the polyvinylidene fluoride molecule which is a base material and hydrophilization 
treatment only of the pore surface is moreover carried out to it The stable hydrophilic 
nature without aging is shown, and since it is possible to make thin thickness of the 
hydrophilization layer in which a polar group is made to introduce and form, the 
outstanding physical properties which polyvinylidene fluoride has can be enjoyed, and it 
becomes the outstanding hydrophilic polyvinylidene fluoride porous membrane of 
gamma ray-proof nature and chemical resistance. 

In the manufacture method of the hydrophilic polyvinylidene fluoride porous membrane 
of this invention, by carrying out a chemical treatment in the strong alkali solution which 
contains an oxidizing agent first, a polar group is introduced on a polyvinylidene fluoride 
molecule, and a hydrophilization layer is formed in the pore surface. Since [ thus, ] the 
double bond generated to polyvinylidene fluoride by the defluorination acid reaction by 
operation of strong alkali is oxidized in an instant and a polar group can be introduced, 
when an oxidizing agent is made to act in a strong alkali solution It is thought that there is 
no coloring of the film which is not made to generate a superfluous double bond and 
***♦ to this double bond, and it is equal in any way also in appearance compared with an 
unsettled polyvinylidene fluoride porous membrane. Therefore, it can be considered as 
the hydrophilic porous membrane which showed sufficient hydrophilic nature and was 
excellent also in other characteristics only by introducing a polar group on a 
polyvinylidene fluoride molecule, and forming a hydrophilization layer in the pore 
surface by carrying out a chemical treatment in the strong alkali solution which contains 
an oxidizing agent in this way. However, the hydrophilic nature which introduced the 



polar group into the surface of the hydrophobic polymer membrane, and was given to it 
may be lost often temporally. [ this ] for example, journal OBU Polymer A science and 
polymer Physics Edition 19 and 1285(1981) [- J. - Polym.Sci., Polym.Phys.Ed.l9, 
1285(1981)], and journal OBU Applied Polymer Science 29 4335-4340(1984) [J. as 
indicated to AppLPolym.Sci.29 4335-4340(1984)] It is thought that it is because a polar 
group will move to the inside of a molecule and the surface will be again covered with a 
hydrophobic polymer, and this cause is considered with since the direction of the small 
hydrophobic surface of surface free energy is in a more stable existence state in the 
interface of the polymer surface and air. In order to prevent such a temporal change, how 
to thicken a surface hydrophilization layer can be considered, but by this method, the 
problem of the case "a fall of physical properties (hardness)" of a "porous membrane" is 
produced. 

In the manufacture method of the hydrophilic polyvinylidene fluoride porous membrane 
of this invention After introducing a polar group on a polyvinylidene fluoride molecule 
and forming a hydrophilization layer in the pore surface by carrying out a chemical 
treatment in consideration of the problem like the above in the strong alkali solution 
containing an oxidizing agent. Treatment which makes the compound which immerses 
this porous membrane into the solution of the compound which has a hydrophilic group, 
and has a hydrophilic group stick to this hydrophilization layer is performed. [ the pore 
surface of a polyvinylidene fluoride porous membrane ] Since it has the hydrophilization 
layer formed by introducing a polar group, it adsorbs very good and the compound which 
has the hydrophilic group with which an unsettled polyvinylidene fluoride porous 
membrane cannot be adsorbed or coated forms a uniform film in the pore surface. [ thus, 
the hydrophilic polyvinylidene fluoride porous membrane of this invention obtained ] 
Since the hydrophilization layer on the surface of a pore is stabilized using the 
moisturizing effect based on the polar group of a compound and hygroscopic property 
which have the hydrophilic group by which the pore surface was mainly adsorbed [ the 
hydrophilization layer in which a polar group is made to introduce and form first ] [ that 
what is necessary is just to have the function which keeps good adsorbent / of the 
compound which has a hydrophilic group at least ] It can be given without spoiling the 
physical properties which were excellent in polyvinylidene fluoride, as it becomes 
possible to make it thin and the thickness of this hydrophilization layer was described 
above, and becomes the hydrophilic porous membrane which shows the physical 
properties which were excellent in addition to having the stable hydrophilic nature 
without temporal change. 

This invention is hereafter explained in detail based on an embodiment. 

In the manufacture method of the hydrophilic polyvinylidene fluoride porous membrane 

of this invention As polyvinylidene fluoride which constitutes the hydrophobic porous 

membrane used as a base material, copolymers which made the subject vinylidene 

fluoride other than a vinylidene fluoride homopolymer, such as tetrafluoroethylene, 

methyl acrylate, methyl methacrylate, and propylene, may also be used. 

[ the porous membrane which consists of such polyvinylidene fluoride ] Although it may 

be prepared by a well-known method, resin is dissolved in a solvent. After spreading in 

predetermined form and evaporating some solvents, it is immersed into a solvent and the 

non solvent which has miscibility, and a solvent is extracted. It mixture-solution-spreads 

in desired form by using the wet method which a non solvent and a residual solvent are 



evaporated completely after that, and obtains a porous membrane, or resin as the non 
solvent which can mix with a solvent and a solvent from the beginning, and is prepared 
by the dry process which a solvent and a non solvent are evaporated completely and 
obtains a porous membrane. Desirably [ a polyvinylidene fluoride porous membrane ] It 
sets using the mixture of the quick-drying solvent and slow-drying solvent which differ in 
a steamy partial pressure as a solvent used in a steamy wet method or a dry process as 
shown in a JP,49- 126,572, A number and a JP,52-154,862,A number at the time of 
gelling. With this sJow-drying solvent, in part, the dissolution or nothing [ a swelling 
state and nothing ], and mechanical hardness are raised, and resin is prepared. As for 100- 
200 micrometers and O.l-l.O micrometers of average pore sizes, the porous membrane of 
hydrophobic polymer is preferably prepared [ 50-300 micrometers of usual thickness ] by 
the 0.2-0.6-micrometer thing by such a method. 

The porous membrane which consists of prepared hydrophobic polyvinylidene fluoride 
has it made like the above in the manufacture method of this invention to infiltrate a basin 
system solvent into the pore part first. 

It can perform infiltrating a basin system solvent into the pore part of the porous 
membrane which consists of hydrophobic polyvinylidene fluoride by a well-known 
method, for example, an organic solvent-water substitution method, the method of 
infiltrating a basin system solvent, after coating a surface active agent, etc. are used. An 
organic solvent-water substitution method is performed to the organic solvent which has 
the water and niiscibility like an alcohol, such as ethanol, at first by replacing a solvent 
by the organic solvent-water mixed sohition series which immerses a polyvinylidene 
fluoride porous membrane, then has a concentration gradient one by one, and finally 
replacing by water. 

Thus, the chemical treatment of the polyvinylidene fluoride porous membrane which 
infiltrated the basin system solvent into the pore part is carried out in the strong alkali 
solution which contains an oxidizing agent next, and a hydrophilization layer is formed in 
the pore surface. 

In the manufacture method of this invention in order to make the oxidizing agent 
intermingled in a strong alkali solution in this way It is thought that the double bond 
which the defluorination acid was carried out by the operation of strong alkali on the 
surface of the immersed polyvinylidene fluoride porous membrane, and was generated to 
intramolecular can oxidize by an oxidizing agent immediately, and can introduce a polar 
group, and there is no generation of this, therefore a superfluous double bond. 
As a strong alkali solution used in the manufacture method of this invention Although the 
alkali solution containing potassium alkoxide, such as sodium alcoholate, such as sodium 
methoxide and sodium ethoxide, or potassium methoxide, potassium ethoxide, and 
potassium isopropoxide, etc. is used To be the aqueous solution which dissolved 
potassium hydroxide and sodium hydroxide is more preferably desired from when 
preventing maintenance of the physical properties of a porous membrane, the formation 
of a covering color (depth of a chemical treatment layer), and oxidation of a solvent itself 
[ by the oxidizing agent to contain ]. Moreover, concentration of such an alkali solution is 
more preferably made into about 25 to 35 weight % ten to 40weight %. 
Although various oxidizing agents, such as inorganic acid-ized agents, such as chromates 
and permanganate, and organic peroxide, are used as an oxidizing agent contained in 
such a strong alkali solution on the other hand from fields, such as economical efficiency 



and operativity, - desirable ~ permanganate - it is potassium permanganate most 
preferably. Although the amount of addition of the oxidizing agent to the inside of the 
above-mentioned strong alkali solution changes also with the kinds of oxidizing agent, it 
is about 4 to 8 weight % more preferably two to lOweight %. 
Moreover, you may add layer move catalysts, such as a catalyst, for example, t-butyl 
ammonium star's picture etc., in the strong alkali solution containing this oxidizing agent. 
As processing time in the inside of the strong alkali solution containing such an oxidizing 
agent in the manufacture method of this invention Although it is influenced by an 
oxidizing agent and the concentration of an alkali compound, and treatment solution 
temperature and cannot generally crawl, hydrophilization layer usually sufficient by 
being immersed preferably for 3 to 8 minutes for 1 minute - 60 minutes is formed, and 
the physical properties of a polyvinylidene fluoride porous membrane are not fallen. 
Moreover, 20-100 degrees C of temperature of a treatment solution shall be about 60-90 
degrees C more preferably. 

After forming a hydrophilization layer in the pore surface of a porous membrane by 
introducing a polar group in this way, the compound which has a hydrophilic group in 
this hydrophilization layer is made to adsorb in the manufacture method of this invention 
by immersing this porous membrane into the compound solution which has a hydrophilic 
group, in addition, treatment liquid, manganese dioxide, etc. which preceded being 
immersed into the compound solution which has a hydrophilic group, and have adhered 
to the film after the above-mentioned chemical treatment - 0.01-10 - it is desirable to 
fiilly be more preferably washed with 1 w/v% of the sulfiiric acid acidic solution and 
water of sodium hydrogensulfite w/v%. 

As a compound which has the hydrophilic group used in the manufacture method of this 
invention in order to make it stick to the above-mentioned hydrophilization layer If it has 
sufficient hydrophilic nature, although any are sufficient, desirably It is desirable that it is 
1% or more of moisture absorption in the atmosphere of 50% of relative humidity, and, 
specifically, hydrophilic polymers, such as hydroxyethyl cellulose, 
hydroxypropylcellulose, polyvinyl pyrrolidone, polyethylene glycol, and 
carboxymethylcellulose, are mentioned. Moreover, in using the hydrophilic 
polyvinylidene fluoride porous membrane of this invention for uses, such as a cell 
culture, while giving the outstanding hydrophilic nature, it can raise adhesion and 
fecundity of a cell remarkably by using collagen or denaturation collagen as a compound 
which has a hydrophilic group. Although the compound which has surface activity like 
various anionic surfactants, a cationic surfactant, both the ion surface active agent, and a 
nonionic surface active agent as a compound which furthermore has a hydrophilic group, 
for example, and compounds, such as glycerol, a monosaccharide, an oligosaccharide, 
and an amino acid, are used Of course, it is not necessarily limited to these. 
The porous membrane which had the hydrophilization layer formed the compound which 
has such a hydrophilic group A suitable solvent, using a basin system solvent preferably - 
- 0.05-2.0 - it is preferably immersed in the solution which dissolves in about [ 0.1-0.5 
w/v% ] concentration more preferably for 1 to 5 minutes w/v% for 0.2 to 30 minutes, and 
you are made to adsorb the compound which has a hydrophilic group in a 
hydrophilization layer After the end of immersion treatment, the film of the compound 
which desiccation treatment for 2 to 30 minutes is performed by desiccation treatment, 
for example, 60-1 10 degrees C, is removed in a solvent, and has a hydrophilic group on 



the pore surface is formed, and a porous membrane serves as a product. In addition, after 
immersion treatment, in order to remove the compound which has a superfluous 
hydrophilic group adhering to a porous membrane, you may wash with water. 
[ the hydrophilic polyvinyh'dene fluoride porous membrane I obtained as mentioned 
above ] Property modification only of the porous surface part of the base material 2 
which consists of a polyvinyh'dene fluoride porous membrane as typically shown in Fig, 
i is carried out in the hydrophilization layer 3 into which the polar group was introduced 
uniformly. The uniform hydrophilic coating 4 to which the compound which furthermore 
has a hydrophilic group to this hydrophilization layer 3 sticks is formed. Since 
hydrophilic nature is raised and it is made to stabilize also temporally by making the 
compound which has a hydrophilic group in the hydrophilization layer 3 on the surface of 
a pore adsorb, while good hydrophilic nature is shown Since this hydrophilization layer 3 
can be designed thinly, many outstanding physical properties which polyvinylidene 
fluoride originally has, such as chemical resistance and gamma ray resistance, are 
enjoyed highly. Furthermore, it sets to the hydrophilic polyvinylidene fluoride porous 
membrane 1 concerning this invention. There is also no possibility of bronzing from a 
superfluous double bond not existing in the hydrophilization layer 3 formed by 
introducing a polar group. In a dry state, it is, and it carries out, and assumes 
colorlessness, and the hydrophilic polyvinylidene fluoride porous membrane 1 
concerning this, therefore this invention does not have a polyvinylidene fluoride porous 
membrane with an unsettled white reflection spectrum in the visible region, and an in any 
way change. [ moreover, the hydrophilic polyvinylidene fluoride porous membrane 1 
concerning this invention ] Since it has the film 4 to which the compound which has a 
hydrophilic group to the hydrophilization layer 3 formed by introducing a polar group 
sticks [ the state, i.e. the state of having only the hydrophilization layer 3 formed by 
introducing a polar group, where the compound whose hydrophilic nature of the also 
improves and which has a hydrophilic group is not adsorbing ] The hyperviscosity which 
cannot invade in a pore, and a high-concentration solution, for example, a 30 w/v% grape 
sugar solution, enable it to invade in the pore of the hydrophilic polyvinylidene fluoride 
porous membrane I, and the hydrophilic nature stabilized also temporally is held. 
Although the hydrophilic polyvinylidene fluoride porous membrane concerning this 
invention is used in the field of the versatility because of the outstanding chemical 
resistance, gamma ray-proof nature, water permeability, ** fault efficiency, and 
mechanical hardness As main examples of a use, there are films for artificial organs, such 
as a final filter for a drug solution and infijsion solutions and a medicine manufacture 
filter, an artificial kidney, and plasma separation, etc. 

Next, a concrete operation of the hydrophilic polyvinylidene fluoride porous membrane 
of this invention is explained taking the case of the case of an infusion solution final 
filter. 

The final filter 7 incorporating the hydrophilic polyvinylidene fluoride porous membrane 
1 concerning this invention is sterilized and attached in the middle of the infiision 
solution inner tube 6 which is open for free passage to the infijsion solution bag 5 as 
shown in Fig^ . An infusion solution is dropped at a final filter 7 through the infijsion 
solution inner tube 6 fi-om the infusion solution bag 5. It is caught by the hydrophilic 
polyvinylidene fluoride porous membrane 1 of a final filter 7, only the normalized 
infusion solution passes a final filter 7, and a fiingus, bacteria, particles, etc. which were 



mixed into the infusion solution here are sent in into a patient's 9 vein from the pouring 
needle 8 through the infusion solution inner tube 6. Therefore, the complication resulting 
from a fungus, bacteria, particles, etc. which were mixed into the infusion solution is 
prevented. 
(EXAMPLE) 

A work example explains this invention still more concretely hereafter. 
[ a work-example 1 polyvinyl idene-fluoride powder (Mitsubishi Petrochemical Co., Ltd. 
make, Kynar K301) 1 8 weight part ] [ the solution which dissolves in an acetone 73.8 
weight part and a dimethylformamide 8.2 weight part ] After carrying out the cast on a 
polyethylene terephthalate film, it was immersed for 5 minutes during I, 1, and 1-bird 
chloro 2 and 2 and 2-trifluoro ethane bath, and it dried and 150 micrometers of thickness 
and the hydrophobic polyvinylidene fluoride porous membrane of 0.45 micrometer of 
average pore sizes were obtained. 

Thus, after the obtained hydrophobic polyvinylidene fluoride porous membrane was 
immersed in an ethanol aqueous solution 70%, water displacement was carried out by 
being immersed in distillation underwater, and water was infiltrated into the pore part. 
Next, this porous membrane was immersed for 5 minutes at 80 degrees C into the 
solution which dissolves potassium permanganate of 5 weight parts, and potassium 
hydroxide of 28 weight parts in a water 67 weight part, and the chemical treatment was 
performed. After taking out a film, the sulfuric acid acidic solution of water and 1 w/v% 
sodium hydrogensulfite fiiUy washed the treatment liquid and manganese dioxide 
adhering to a film. Thus, after forming a hydrophilization layer in the pore surface of a 
porous membrane, and this porous membrane is immersed in a 0.5 w/v% polyvinyl 
pyrrolidone (made in [ Tokyo Chemicals ]. molecular weight 40,000) aqueous solution 
for 5 minutes, picking takes out. Washed for 30 seconds, it was made to diy in oven (60 
degrees C, 2 hours), and the hydrophilic polyvinylidene fluoride porous membrane was 
obtained. 

Thus, in order to investigate the hydrophilic nature of the obtained hydrophilic 
polyvinylidene fluoride porous membrane, distilled water and a 30 w/v% grape sugar 
solutioii were dropped on this porous membrane. It became clear that in the case of which 
invade into a membranous pore part in an instant, and sufficient hydrophilic nature is 
given as shown in the 1st table as a result. The place which furthermore neglected this 
porous membrane for one month in the desiccator, and observed change of temporal 
hydrophilic nature. As shown in the 1st table, both distilled water and a 30 w/v% grape 
sugar solution invaded into the membranous pore part also even after one-month progress 
in an instant, and it became clear that the temporal fall of hydrophilic nature is not seen 
either. * 

Moreover, the obtained hydrophilic polyvinylidene fluoride porous membrane had white 
appearance, and it was the same as that of the hydrophobic polyvinylidene fluoride 
porous membrane before a chemical treatment (unsettled thing). [ of it ] The result of 
furthermore having measured the reflection spectrum in the 370-700nm visible region of 
a hydrophilic polyvinylidene fluoride porous membrane using the reflective 
spectrophotometer (made in Shimazu, TLC SCANNER CS-930), As shown in Fig. 3 , it 
became the completely same spectrum pattern as the thing of the hydrophobic 
polyvinylidene fluoride porous membrane before a chemical treatment. 
The hydrophilic polyvinylidene fluoride porous membrane was obtained like the work 



example 1 except replacing with a work-example 20.5 w/v% polyvinyl pyrrolidone 
aqueous solution, and using a 0.5 w/v% hydroxypropylcellulose (Nippon Soda Co., Ltd. 
make, HPC-L) aqueous solution. When the hydrophilic nature of the obtained hydrophilic 
polyvinylidene fluoride porous membrane was investigated like the work example 1, as 
shown in the 1st table, good hydrophilic nature was shown like the thing of a work 
example 1, and temporal deterioration was not seen, either. 

The hydrophilic polyvinylidene fluoride porous membrane was obtained like the work 
example 1 except replacing with a work-example 30.5 w/v% polyvinyl pyrrolidone 
aqueous solution, and using a polyethylene glycol (Nakarai Chemical, Ltd. make, 
molecular weight 20.000) aqueous solution. When the hydrophilic nature of the obtained 
hydrophilic polyvinylidene fluoride porous membrane was investigated like the work 
example 1, as shown in the 1st table, good hydrophilic nature was shown like the thing of 
a work example 1, and temporal deterioration was not seen, either. 
The hydrophobic polyvinylidene fluoride porous membrane was created like comparative 
example 1 work example 1, it processed with the strong alkali solution containing an 
oxidizing agent, and the polyvinylidene fluoride porous membrane which has a 
hydrophilization layer on the pore surface was obtained. When the hydrophilic nature of 
this porous membrane was investigated like the work example 1, as shown in the 1st 
table, distilled water invaded into the pore part of the porous membrane in an instant, but 
the 30 w/v% grape sugar aqueous solution did not invade into a pore part within 20 
seconds, but that hydrophilic nature was what a little inferior. The permeability of the 
distilled water after one more month progress was a little inferior, and temporal change 
was accepted. 

Although the compound which processes with the compound solution which has a 
hydrophilic group like work examples 1-3, and has a hydrophilic group was made to 
adsorb and being tried as like, without processing with the strong alkali solution which 
creates a hydrophobic polyvinylidene fluoride porous membrane like two to comparative 
example 4 work example 1, and contauis an oxidizing agent after that The compound 
which carries out a hydrophilic group owner was not adsorbed, and as shown in the 1st 
table, it was not able to give hydrophilic nature to a porous membrane. 
As opposed to the cellulose acetate porous membrane (Millipore Corp. make and HAWP 
14200 lot number N2J50023A, 0.45 micrometer of average pore sizes) of comparative 
example 5 marketing Work example 1 When hydrophilic nature was investigated 
similarly, as shown in the 1st table, the 30 w/v% grape sugar solution did not invade into 
a pore part within 30 seconds. 

The place which measured the reflection spectrum in the 370-700nm visible region of the 
hydrophilic polyvinylidene fluoride porous membrane (Millipore Corp. make and IPKG 
GVWP 29325 lot number C6E04877) of comparative example 6 marketing like the work 
example 1, As shown in Fig. 3 , absorption of the spectrum in a low wavelength field 
serves as size, and it was colored light brown in appearance and cleariy. 
It replaces with a work-example 40.5 w/v% polyvinyl pyrrolidone aqueous solution, and 
is 1 w/v% polyoxyethylene. The hydrophilic polyvinylidene fluoride porous membrane 
was obtained by a work example 1 and Hitoshi except using a polyoxypropylene 
copolymer (product [ made from Asahi Electrification ], Pluronic F-68) solution. When 
the hydrophilic nature of the obtained hydrophilic polyvinylidene fluoride porous 
membrane was investigated like the work example 1, as shown in the 1st table, good 



hydrophilic nature was shown like the thing of a work example 1, and temporal 
deterioration was not seen, either. 

The hydrophihc pplyvinyh'dene fluoride porous membrane was obtained like the work 
example 1 except replacing with a work-example 50.5 w/v% polyvinyl pyrrolidone 
aqueous solution, and using a 5 w/v% glycerol aqueous solution. When the hydrophilic 
nature of the obtained hydrophilic polyvinylidene fluoride porous membrane was 
investigated like the work example 1, as shown in the 1st table, good hydrophilic nature 
was shown like the thing of a work example 1, and temporal deterioration was not seen, 
either. 

The hydrophilic polyvinylidene fluoride porous membrane was obtained like the work 
example 1 except replacing with a work-example 60.5 w/v% polyvinyl pyrrolidone 
aqueous solution, and using a 5 w/v% grape sugar aqueous solution. When the 
hydrophilic nature of the obtained hydrophilic polyvinylidene fluoride porous membrane 
was investigated like the work example 1, as shown in the 1st table, good hydrophilic 
nature was shown like the thing of a work example 1, and temporal deterioration was not 
seen, either. 

The hydrophilic polyvinylidene fluoride porous membrane was obtained like the work 
example 1 except replacing with a work-example 70.5 w/v% polyvinyl pyrrolidone 
aqueous solution, and using a 1 w/v% cane sugar aqueous solution. When the hydrophilic 
nature of the obtained hydrophilic polyvinylidene fluoride porous membrane was 
investigated like the work example 1, as shown in the 1st table, good hydrophilic nature 
was shown like the thing of a work example 1, and temporal deterioration was not seen, 
either. 

The hydrophilic polyvinylidene fluoride porous membrane was obtained like the work 
example I except replacing with a work-example 80.5 w/v% polyvinyl pyrrolidone 
aqueous solution, and using a 1 w/v% aspartic acid aqueous solution. When the 
hydrophilic nature of the obtained hydrophilic polyvinylidene fluoride porous membrane 
was investigated like the work example 1, as^ shown in the 1st table, good hydrophilic 
nature was shown like the thing of a work example 1, and temporal deterioration was not 
seen, either. 

The hydrophilic polyvinylidene fluoride porous membrane was obtained like the work 
example 1 except replacing with a work-example 90,5 w/v% polyvinyl pyrrolidone 
aqueous solution, and using a 1 w/v% glutathione aqueous solution. When the 
hydrophilic nature of the obtained hydrophilic polyvinylidene fluoride porous membrane 
was investigated like the work example 1, as shown in the 1st table, good hydrophilic 
nature was shown like the thing of a work example 1 , and temporal deterioration was not 
seen, either. 

Although the compound which processes with the compound solution which has a 
hydrophilic group like work examples 4-9, and has a hydrophilic group was made to 
adsorb and being tried as like, without processing with the strong alkali solution which 
creates a hydrophobic polyvinylidene fluoride porous membrane like seven to 
comparative example 12 work example 1, and contains an oxidizing agent after that The 
compound which has a hydrophilic group was not adsorbed, and as shown in the 1st 
table, it was not able to give hydrophilic nature to a porous membrane. 
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(EFFECT OF THE INVENTION) 

As stated above, invention creates the porous membrane which consists of polyvinylidene 
fluoride. After infiltrating a basin system solvent into the pore part of this porous 
membrane, a chemical treatment is carried out in the strong alkali solution containing an 
oxidizing agent. It is the manufacture method of the hydrophilic polyvinylidene fluoride 
porous membrane characterized by furthermore immersing this porous membrane into the 
compound solution which has a hydrophilic group. In order to oxidize in an instant by 
operation of the oxidizing agent intermingled in the double bond first generated on the 
polyvinylidene fluoride molecule by operation of strong alkali, to introduce a polar group 
and to form a hydrophilization layer, The surface which can stick to the compound which 
there is no possibility of producing a superfluous double bond, and can obtain the high 
porous membrane of the commodity value which has the outstanding white appearance of 
being, carrying out and assuming colorlessness, in a dry state, and has a hydrophilic 



group is formed. It is what enables grant of hydrophilic nature with the compound which 
has the hydrophilic group which can give the hydrophih'c nature which does not have 
temporal change highly. The hydrophilic nature temporally stabilized while high 
hydrophilic nature was shown, since hydrophilic nature was given by the compound 
which has the hydrophilic group which stuck to the pore surface is shown. Enjoy the 
outstanding character which the polyvinylidene fluoride porous membrane which is a 
base material since hydrophihzation only of the pore surface is carried out has, and And 
chemical resistance, gamma ray-proof nature, The hydrophilic polyvinylidene fluoride 
porous membrane which was said when it came to what was excellent in safety and 
which has the outstanding character can be manufactured with sufficient operativity in an 
easy manufacturing process in a short time, and equipment cost and manufacture cost can 
also be made inexpensive. If the aqueous solution which dissolves potassium 
permanganate as an oxidizing agent, and dissolves potassium hydroxide or sodium 
hydroxide as a strong alkali solution is furthermore used in the manufacture method of 
this invention It is low cost and the more excellent hydrophilic polyvinylidene fluoride 
porous membrane can be obtained easily. 



[Translation done.] 



